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Abstract : 

Method for Disintegrating and Granulating Slags and Device for 
Carrying out said Method 

The invention describes a method for disintegrating and 
granulating slags, in which the molten slag is ejected into a 
granulation chamber by the aid of a propulsion jet, wherein 
gases, in particular air or oxygen, are introduced into the 
molten slag to form a foamed slag and, furthermore, the 
temperature of the foamed slag is raised to a temperature of 
above 1350°C,' in particular 1420° to 1680°C, by the aid of 
fuels such as, e.g., coal introduced into the foamed slag, and 
the foamed slag is ejected, into a granulation chamber. The 
device includes a tundish. (1) into which a gas lance (20) 
opens and/or in whose bottom . tuyeres (2) are arranged, as well 
as a foamed. slag overflow (5) and an outlet opening (6) for 
slag, wherein the tundish- (1) carries a pressure-proof lid (8) 
to which a sluice (9) is connected to . charge solids and coal 
above the slag bath, and a lance (7) opens into the slag 
outlet opening (6) to feed a carrier gas aimed to eject the 
foamed slag (4) . (Fig. 1) 
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(57) Abstract 

The invention relates to a method for re- 
ducing and granulating slag, according to which 
the molten slag is expelled into a granulating 
chamber by a propulsion jet. Gases, in partic- 
ular, air or oxygen are fed into the molten slag 
to form foamed slag and the temperature of said 
foamed slag is raised to a temperature ranging 
between 1420° and 1680° C by the introduction 
of fuels, such as coal. The foamed slag is then 
expelled into a granulating chamber. The de- 
vice has a tundish (1), into which a gas lance 
(20) opens and/or in whose base nozzles are lo- 
cated (2), in addition to a foamed slag overflow 
(5) and a slag outlet (6). The tundish (I) is pro- 
vided with a pressure-tight lid (8), to which a 
sluice (9) is connected above the slag bath for 
introducing solid matter and coal. A lance (7) 
for introducing a carrier gas which expels the 
foamed slag (4) opens into the slag outlet (6). 
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